64             OPERATIONS AT VARIOUS  WORKS.
The system followed in pumping up the solutions ie keep the tanks always well covered up from the moment strong solution is first pumped up. As soon as the show, more solution is added until the full amount has pumped up. This is followed at once with a weak soluti^1 which, in its turn, must keep the tailings always well cove*^ till the tank is ready to water wash or leach dry.
The time employed in these diverse operations is about & follows:—
ist. Caustic Wash (water or otherwise}.
Pumping         ....-••                     3 liot1"
Contact..........       i hota
Leaching.........       8 ]
2nd. Strong Solution.
Is pumped without stopping the leaching until all is on,
takes about.........
(Amount used about 160 tons.)
3rd.  Weak Solution.
Is kept up circulating as previously explained about .        .      40 hou.3
4th.   Water Wash (if necessary}.
Leach dry        .......                     24 hotn
Time it took to load tank.......12    ,,
Total from the time of starting filling till ready to discharge 96 hour (Total amount of strong and weak solution between 500 and 600 tons. )
Precipitation of the Gold from the Solution.—Fron
the bottom of the tailing tanks, and under the filter, a pipe 2 in in diameter carries the solution to the zinc boxes, four in num ber, as already mentioned.
The object of these four zinc boxes is to return the solutions to their respective storages, for which purpose they are connected :—
2 with the strong solution storage,
i with the weak solution storage,
i with the caustic wash storage.
A simple assay will show to the man in charge when to lead25 to "3 per cent.
